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FIGURE 1 



PROVIDE HEAT-TREATED 
STABILIZED GLUTARALDEHYDE 
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CONTACT HEAT-TREATED 
GLUTARALDEHYDE WITH FIXED, 
PARTIALLY FIXED OR UNFIXED 
TISSUE 
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STORE IN GLUTARALDEHYDE 
(HEAT TREATED OR NOT) OR IN 
ANOTHER STORAGE SOLUTION OR 
CRYOPRESERVE 
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PREPARE GLUTARALDEHYDE 
SOLUTION BUFFERED TO pH 
7.4 WITH PHOSPHATE BUFFER 



HEAT GLUTARALDEHYDE 
SOLUTION TO 70°C+/- 5°C UNTIL 
pH DROPS TO 6.3 



FILTER GLUTARALDEHYDE 
SOLUTION 



FIGURE 2 



HARVEST AND PREPARE TISSUE 
FROM ANIMAL OR HUMAN 
CADAVER 



FIX TISSUE IN 0.625% 
GLUTARALDEHYDE SOLUTION OR 
OTHER SUITABLE FIXATIVE 



RINSE FIXED TISSUE IN SALINE 
SOLUTION 



IMMERSE FIXED TISSUE IN PRE-HEAT- 
TREATED GLUTARALDEHYDE SOLUTION 
AND MAINTAIN AT SO'C+Z- 5°C FOR 7 TO 10 

DAYS 



RINSE GLUTARALDEHYDE TREATED TISSUE 

IN SALINE SOLUTION 



PERFORM FIRST BIOBURDEN REDUCTION 



RINSE IN SALINE OR GLUTARALDEHYDE 
SOLUTION 



FABRICATE AND ADD/ASSEMBLE ANY NON- 
BIOLOGICAL COMPONENTS 



PERFORM SECOND BIOBURDEN REDUCTION 



RINSE IN SALINE OR GLUTARALDEHYDE 
SOLUTION 



STORE IN TERMINAL GLUTARALDEHYDE 
SOLUTION AND HEAT TREAT FOR ENHANCED 
STERILIZATION 



